170                  THE CHEMISTRY OF RUBBER
demonstrated microscopically in the case of a barytes mixing by Green,* who
succeeded in obtaining photomicrographs of a section while in a state of tension,
the vacuoles being clearly discernible. Similar photomicrographs have been
obtained by Ames (private communication), the vacuoles at the poles of the
particles of barytes, and of aggregates of whiting and of " free " sulphur,
being shown in Plates 136, 14a, and 146.
* J. L E. C., 1921, 13, 1029.